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JEWELRY & ENAMELING

PROCESSES                               OBLONG SOCKET

Gauging               Gauge the metal.

Annealing             Anneal the metal.

Pickling                Clean in pickle.

Cutting                Sterling silver sheet 24-gauge.   Cut an oblong

piece of silver.
Filing                   File the edges even.

Shaping                Curve the silver slightly.   Bend the ends at a

slight angle.

Soldering              Lay the bent strip on the silver sheet so the

p. 38                    entire opening on one of the curved sides is

covered.

Solder in place.

Sawing                 Saw the applied piece even with the curve and

p. 31                    straight across the base.

Repeat with the other open side.

Filing                   File to smooth all edges.

p. 25                   Proceed as described in the square socket:

Decoration may have to be added or changed
somewhat to conform to the oblong shape.
Cut opening.
Decorate.
Mount on a foundation.

PROCESSES                                         CATCH

Gauging               Gauge the metal.

Sterling silver 24-gauge.

Measuring            Measure twice the length of the socket, the

width the size of the opening in the socket,